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Abstract of EP 1233043 (A2) 

Coatings containing particulate metal alloy are disclosed. The coatings provide corrosion protection to a 
substrate, such as a metal substrate. The coatings contain zinc-metal-containing alloy in flake form, 
most particularly an alloy flake of zinc and aluminum. The coating can be from compositions that are 
water-based or solvent-based. The compositions for providing the coating may also contain a 
substituent such as a water-reducible organofunctional silane, or a hexavalent-chromium-providing 
substance, or a titanate polymer, or a silica substance constituent. The coating may desirably be 
topcoated 
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(54) Particulate metal alloy coating for providing corrosion protection 

(57) Coatings containing particulate metal alloy are 
disclosed. The coatings provide corrosion protection to 
a substrate, such as a metal substrate. The coatings 
contain zinc-metal -containing alloy In flake form, most 
particularly an alloy flake of zinc and aluminum The 
coating can be from compositions that are water-based 
or solvent-based. The compositions ft 



coating may also contain a substituent such as a water- 
reducible organofunctjonal si lane, or a hexavalent-chro- 
mlum-orovldlng substance, or a tJtanate polymer, or a 
siltea substance constituent The coating may desirably 
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Description 

BACKGROUND OF THE INVENTION 

[0001] A variety of coating compositions having a llq- e 
uid medium, generally at least substantially resin-free, 
which can be chromium-containing coaling composi- 
tions, but that can also Include those that don! contain 
chromium, and all typically for protecting ferrous sub- 
strates, are known. Of special Interest are those which io 
contain particulate metal. Representative coating com- 
positions of this type that were initially developed could 
be quite simplistic such as compositions containing es- 
sentially chromic acid and particulate metal In an alcohol 
medium, as disclosed in the U.S. Patent No. 3,687,738. '9 
[0002] A later development of particular effectiveness 
tor providing a corrosion-resistant coating on metal sub- 
strates was the more complex composition such as 
shown in U.S. Patent No. 3,907,608. The composition 
comprised chromic acid, or equivalent, a particulate 20 
metal of mainly zinc or aluminum, wetter and a liquid 
medium comprising water plus high-boiling organic liq- 
uid. The composition had very desirable coating char- 
acteristics when Including a viscosity modifier such as 
a water-soluble cellulose ether, as disclosed in U.S. Pat- 3S 
ent No. 3.940,280. 

[0003] The coating could be especially useful as an 
undercoatlng. Thus it has been taught to use such a 
tore complex coating composition as an undercoatlng 
over ferrous surfaces. The coating Is then provided with » 
a silicate topcoating, as disclosed in U.S. Patent NO. 
4,365,003. 

[0004] It has been known that where coating compo- 
sitions could contain the particulate metal as untreated 
aluminum flake, such flake can be unstable In water- 35 
based coating compositions. In such water-based coat- 
ing compositions, standard aluminum flake will react 
with water In the composition to form hydrogen gas. One 
approach for avoiding this problem has been to coat the 
aluminum flake. One such coating Is an acrylic coating *o 
farmed by reacting mono-ethytenically unsaturated sl- 
lane with acrylic monomers having amine hydroxy! or 
epoxy groups, es disclosed in U.S. Patent No. 
4,213,886. However, these products are specialty items 
tailored to provide a coating of good glamour appear- *s 
ance and have not found a wide acceptance. 
[0005] There has also been proposed the preparation 
of coating compositions that contain hydrotyzed organ- 
otrihydrocarbonoxy sllane and a particulate metal. 
These compositions, such as disclosed In U.S. Patent so 
No. 4,218,354, can provide corrosion protection to a 
coated substrate. The silanes utilized are not water-re- 
ducible and. thus, it can be expected that the composi- 
tions are best formulated In the presence of organic liq- 
uid. 63 
[0006] More recently, it has been taught In U.S. Patent 
No. 5,868,819 that composition substrtuents which are 
epoxy functional silanes, and which are water-reducible. 



can be useful In forming compositions for coating metal 
substrates. The compositions rely on a variety of Ingre- 
dients to provide for a chrome-free system. 
[0007] Other compositions containing particulate 
metal and finding utility by providing corrosion protection 
for a substrate are well known. Some of these wDI be 
more particularly discussed hereinbelow. It would be de- 
sirable to provide a coating from all such compositions, 
and also to provide a coating combination of undercoat- 
lng plus topcoating, each of which could have wide ac- 
ceptance. It would further be desirable to provide same, 
which would offer outstanding corrosion protection to 
metal substrates and be efficiently and economically 
produced. 

SUMMARY OF THE INVENTION 

[0008] The present invention can offer such features. 
The coating offers outstanding corrosion-resistance 
such as on coated steel parts. In addition to corrosion- 
resistance, deposited films can have excellent coating 
adhesion. Coating compositions for the combination 
may be one-package compositions, and in such case 
provide ease of preparation, storage and transport as 
well as use. Coating compositions that are typically one- 
package compositions may lend themselves to extend- 
ed storage stability. 

[0009] In one aspect, the Invention Is directed to a 
coating composition adapted for application to, and cur- 
ing on, a substrate, which composition contains partic- 
ulate metal in a liquid medium and provides corrosion 
resistance as a cured coating on the substrate, wherein 
there is provided the Improvement In the particulate met- 
al constituency of such composition comprising: 

zinc alloy in flake form comprising greater than 50 
weight percent zinc in the alloy flake and a balance 
that Is less than 50 weight percent of non-zinc alloy 
metal In the alloy flake. In another aspect, the In- 
vention is directed to preparing a corrosion-resist- 
ant coated substrate in a method utilizing this coat- 
ing composition and owing applied coating compo- 
sition on a substrate. 

[001 0] In another aspect, the Invention Is directed to 
a coated substrate protected with a chrome-free, corro- 
sion-resistant coating from a composition comprising: 

(A) liquid medium; 

(B) zinc alloy in flake form comprising greater than 
50 weight percent zinc in said alloy flake, and a bal- 
ance of less than 50 weight percent of additional 
alloy metal; and 

(C) sllane binding agent 

[0011] In another aspect, the invention Includes the 
method of preparing a corrosion-resistant coated sub- 
strate protected with a chrome-free, corrosion-resistant 
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coating, which method comprises: 

(1) applying to the substrate a coating composition 
comprising: 



50 weight percent zinc in said alloy flake and a bal- 
ance of less than 50 weight percent on non-zinc al- 
loy metal; and 

(C) one or more of a water-soluble and water dis- 
persive silica substance. 

Considerations for preparing a corrosion-resistant coat- 
ed substrate with the coating composition also apply as 
an Invention aspect, particularly to curing applied coat- 
ing composition up to about 700° F for a time of at least 
about 10 minutes. 



(A) liquid medium; 

(B) zinc alloy in flake form comprising greater 
than 50 weight percent zinc In the aOoy flake, 
and a balance of leas than 50 weight percent of 
additional alloy metal; end 10 

(C) silane binding agent; 



with the coating composition being applied In an 
amount sufficient to provide, upon curing, above 
about 500 but not substantially above about 6,000 
mg/ft 2 of coating on the coated substrate; and 
(2) heat curing applied coating composition on the 
substrate at a temperature up to about 700°F for a 
time of at least about 10 minutes. 

[001 2] I n another aspect, the invention Is directed to 
a coated substrate protected with a corrosion-resistant 
coating from a coating composition comprising: 

(A) liquid medium; 

(B) zinc alloy In flake form comprising greater than 
50 weight percent zinc In said alloy flake and a bal- 
ance of less than 50 weight percent on non-zinc al- 
loy metal; and 

(C) a hexavalerrt-chrornium-providing substance. 

[0013] An aspect of the Invention also Includes pre- 
paring a corrosion-resistant coated substrate utilizing 
this coating and employing coating amounts and curing 
conditions as described hereinabove. 
[0014] In yet another aspect, the invention Is directed 
to a coated substrate protected with a corrosion-resist- 
ant coating from the coating composition comprising: 

(A) zinc alloy In flake form comprising greater Irian 
50 weight percent zinc In said alloy flake and a bal- 
ance of less then 50 weight percent on non-zinc al- 
loy metal: 

(B) a titanate polymer, and 

(C) a liquid vehicle comprising organic liquid for 
such titanate polymer. 

[0015] The method of preparing a corrosion-resistant 
coated substrate utilizing this coating composition is a 
further invention aspect, particularly to curing applied 
coating at a temperature up to about 600"F for a time of 
at least about 10 minutes. 

[0016] In a still further aspect, the invention is directed 
to a coated substrate protected with a corrosion-resist- 
ant coating from the coaling composition comprising: 

(A) liquid medium; 

(B) zinc alloy In flake form comprising greater than 



DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

13 

[0017] The particulate metal of the coating composi- 
tion will be a zinc alloy in flake form. The particulate met- 
al is an alloy of zinc In flake form generally comprising 
at least greater than 50 weight percent zinc, usually de- 

20 pending on the particular alloy. The balance of the alloy 
Is thus less than 50 weight percent of non-zinc alloy met- 
al. For a zinc/aluminum alloy the zinc advantageously 
comprises greater than about B0 weight percent zinc, 
metals basis, or, conversely, less than about 20 weight 

25 percent aluminum, and preferably greaterthan about 85 
weight percent zinc, or less than about 15 weight per- 
cent aluminum. For a zinc/tin alloy, on a metals basis, 
there is advantageously at least about 70 weight percent 
of zinc or, conversely, not more than about 30 weight 

so percent tin. For considering corrosion resistance of 
coated substrate, the alloy is preferably an alloy of zinc 
and aluminum In flake form. 

[001 8] Advantageously for economy of alloy produc- 
tion, the zinc alloy wDI be In flake form in a paste. In the 

35 aDoyofzinc with aiumJnum in a paste, the aluminum may 
most advantageously be present in an amount up to 
about 8 weight percent, basis weight of the paste. For 
corrosion resistance of the coating balanced with coat- 
ing adhesion, the aluminum win preferably not contrib- 

■w Lite more than about 5 weight percent, basis weight of 
the paste. The total of the zinc alloy flake will generally 
contribute from 80 to 85 weight percent or more of the 
paste, with a balance of paste BquW. The alloy flake 
paste can contribute some liquid In minor amount e.g.. 

<« dlpropylene glycol or mineral spirits, or some liquid even 
In trace amount to the coating composition. It has been 
found that the zinc alloy flake paste can be generally 
useful, together Willi other coating composition ingredi- 
ents, for those coating compositions that will contain 

80 particulate metal In paste form, it is also contemplated 
that the special alloy flake can be useful when prepared 
in dry form. Such dry form paste can thus be 99 weight 
percent or more of alloy flake. 

[0019] Zinc alloys in flake form other than the zinc and 
aluminum alloy, or zinc and tin alloy, can be useful. 
These include zinc alloyed with one or more of magne- 
sium, nickel, cobalt and manganese. A representative 
three-metal alloy flake Iszinc-aluminum-magnesium al- 
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loy. The preferred alloy paste for the undercoating com- 
position Is STAPA4ZnAJ7 made by Eckarl-Werke, which 
Is a paste of zinc and aluminum aDoy in flake form typi- 
cally containing from about 85 to about 88 weight per- 
cent zinc, from about 4 to about 8 weight percent aluml- ' 
num and a balance of from about 7 to about 10 weight 
percent paste liquid, all basis 100 weight percent of the 
paste. Such a paste containing from about 4 to about 5 
weight percent of aluminum In the alloy is also of partic- 
ular interest. With regard to particle size, the preferred 10 
alloy flake of zinc and aluminum will generally have a 
size such that at least about 50 weight percent of the 
flake particles will have a longest dimension of less than 
about 13 microns, and preferably has at least about 90 
weight percent of the particles with a longest dimension « 
of less than about 15 microns. For convenience, the 
non-alloy balance of the paste, he., the about 7 to about 
10 weight percent balance. Is referred to herein for con- 
venience as the paste liquid. It will, however, be under- 
stood that this balance may contain subsBtuents, e.g.. 20 
lubricants used in making the paste, that are not In liquid 
form when the paste is utilized In the coating composi- 
tion. 

[0020] It Is to be understood that the zinc alloy flake 
may be present in a coating composition with other put- 2S 
verulent metal, which is in non-flake form, e.g., zinc, alu- 
minum, aluminum aHoy, or mixtures thereof In pulveru- 
lent, non-flake form. Thus, this pulverulent metal In non- 
flake form may also be In non-alloy form. Such metal In 
other form may be incorporated with the paste, but more 30 
typically will be blended into the coating composition 
generally, although It could be used in both. Typically 
only minor amounts of such other pulverulent metal. In 
non-flake form, will be present in the coating composi- 
tion, and the incorporation of such other metal is often 35 
avoided. Usually, the non-flake metal might be In pow- 
der form. 

[0021] Although It is contemplated that the zinc alloy 
flake will be useful In any coating composition wherein 
particulate metal is utilized in a liquid vehicle (or "liquid 10 
medium" as such term is used herein) to prepare a cor- 
rosion-resistant coating, several compositions are of 
particular interest Hereinbelow, these coating compo- 
sitions of particular Interest will next be discussed. 

A. CHROMIUM-FREE COATING COMPOSITION 

[0022] These coating compositions, when prepared in 
final form for application to a substrate, will usually be 
referred to simply as the "coating composition". These so 
are compositions that contain a silane substrtuerrt, as 
will be more particularly described hereinbelow. Pre- 
ferred coating compositions of this type have been de- 
scribed in U.S. Patent No. 5.888,819. Generally, these 
preferred compositions may be referred to as a "water- 55 
reducible coating composition". For supplying the liquid 
medium of the coating composition, there win usually be 
used water in combination with organic liquid, which or- 



ganic liquid may also be referred to herein as the "sot- 
vent*. Some of these chromium-free coating composi- 
tions will be merely solvent based. Those that contain 
water In general will be Infinitely dilutable with water. 
[0023] water is present in the preferred compositions 
In an amount from at least about 20, end generally not 
above about 70 weight percent, basis total composition 
weight The organic liquid of these preferred, water-re- 
ducible compositions can be a low-boiling organic Pquid. 
' such as disclosed In U.S. Patent No. 6,270,884, al- 
though rt also can be a high-boiling organic liquid, and 
may include mixtures of the foregoing. Hlgh-bolDng or- 
ganic liquids that boil above about 100°C have been dis- 
closed In U.S. Patent No. 5.868.819. The tow-boiling or- 
ganic liquids have a boiling point at atmospheric pres- 
sure below about 100-C. and are preferably water-sol- 
uble. Such may be represented by acetone, or tow mo- 
lecular weight alcohols such as methanol, ethanol. n- 
propylalcohol and isopropytalcohol, and further include 
ketones that boil below 100°C. such as water-soluble 
ketones, e.g.. methyl ethyl ketone. 
[0024] Generally, the organic liquid will be present in 
the preferred water-reducible compositions in an 
amount from about 1 to about 30 weight percent, basis 
total composition weight. Preferably, for economy plus 
ease of composition preparation, acetone will supply the 
low-boiling organic liquid and will be present In an 
amount between about 1 end about 10 weight percent 
of the total composition. Generally, representative high- 
boiling organic liquids for the preferred water-reducible 
compositions contain carbon, oxygen and hydrogen. 
They may have at least one oxygen-containing constit- 
uent that may be hydroxyl. or oxo, or a low molecular 
weight ether group, i.e., a C r C 4 ether group. Since wa- 
ter dispersibilrty and preferably water solubility Is 
sought, high molecular weight polymeric hydrocarbons 
are not particularly suitable, and advantageously serv- 
iceable hydrocarbons contain less than about 1 5 carbon 
atoms and have a molecular weight of 400 or less. Par- 
ticular hydrocarbons, which may be present as high- 
boiling organic Pquid, Include tri- and tetraethylene gly- 
col, di- and tripropylene glycol, the monomethyl, dime- 
thyl, and ethyl ethers of these glycols, low molecular 
weight liquid polypropylene glycols, as weD as dlecetone 
alcohol, the low molecular weight ethers of dlethylene 
glycol, and mixtures of the foregoing. Where the organic 
liquid is a mixture of high-boiling organic liquid with low- 
boiling organic liquid, such a mixture can be represented 
by acetone plus dipropylene glycol. 
[0025] In addition to the particulate metal and the liq- 
uid medium, another necessary ingredient in these com- 
positions Is silane, sometimes referred to herein as the 
"silane binding agent". For the preferred compositions, 
these can Include water-reducible, organofuncttonal si- 
lane. To be water-reducible, the silane should be readily 
dilutable with water and Is preferably completely diluta- 
ble with water. The useful silane for other than the pre- 
ferred compositions can be one where the silane must 
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have a cosolvent present when reduced with water, so 
as to prevent gellatlon on water reduction, or to prevent 
the formation of a precipitate. For example, silanes such 
as the organotrihydrocarbonoxy silanes of U.S. Patent 
No. 4,218,354, and as represented by methyltriethoxy 
silane, are useful for other than the preferred water-re- 
ducible compositions. These silanes must be blended 
with a cosolvent and water, e.g.. ethylene glycol monoe- 
thyt ether and water. For these silanes, the silane and 
water react such that without the cosolvent, fast gelle- 
tion would be typical. In this regard, the silanes which 
are useful herein in the preferred chromium-free com- 
positions are non-gelllng. water-reducible silanes. In 
these silanes. the organofunctlonallty can be represent- 
ed by vinyl, e.g.. as in vinyltrimethoxysilane, or meth- 
acryloxy, such as In methacryloxypropyttrimethoxysl- 
lane. and amino, as In 3-amino-propyttrimethoxysilane, 
but is preferably epoxy functional for enhanced coating 
performance as well as composition stability. These 
generally contain the -SKOCHgJa functionality, or the -SI 
(OCH2CH 3 )3 or -©(OCHjCHaCH^ functionality. 
These silanes will generally contribute from about 3 
weight percent to about 20 weight percent of the total 
composition weight Preferably, the useful silane in the 
preferred water-reducible composition is an epoxy func- 
tional silane such as beta-fM-erjoxycydohexyl) etnylt- 
rimethoxy-eilane. 4<trirnethoxysiry1) butane-1,2 epoxide 
or gamrnaglyddoxypropyttrimethoxv8ilane. 
[0028] Forthepurposeofhelpingthedispersingofthe 
zinc alloy flake In the chromium-free coating composi- 
tion, there may be added a dispersing agent, i.e., sur- 
factant, serving as a "wetting agent" or "wetter", as such 
terms are used herein. Suitable such wetting agents or 
mixture of wetting agents can include nonionic agents 
such as the nonionic alkylphenol polyethoxy adducts, 
for example. Also, there can be used anionic wetting 
agents, and these are most advantageously controlled 
foam anionic wetting agents. Serviceable such wetting 
agents or mixture of wetting agents can include anionic 
agents such as organic phosphate esters, as well as the 
diester sulfosuccinates as represented by sodium blstri- 
decy) sulfosuocinate- The amount of such wetting agent 
is typically present in an amount from about 0.01 to 
about 10 weight percentof the total coating composition. 
[0027] These coating compositions. In general, may 
also contain additional ingredients. As additional ingre- 
dients, the coating composition may also contain what 
is usually referred to herein as a "boric acid component*, 
or "boron-containing compound". It is convenient to use 
orthoboric acid, commercially available as "boric add", 
although H Is also possible to use various products ob- 
tained by healing and dehydrating orthoboric acid, such 
as metaboric add. tetraboric add and boron oxide, as 
well s salts, e.g.. zinc borate or the like. The boric add 
component should be present In an amount of at least 
about 0.1 weight percent and may be present in en 
amount up to about 10 weight percent or more of the 
preferred composition. 



[0028] The compositions may also contain a pH mod- 
ifier, which Is able to adjust the pH of the composition. 
The pH modifier Is generally selected from the oxides 
and hydroxides of alkali metals, with Dthlum and sodium 
« as the preferred alkali metals for enhanced coating In- 
tegrity; or, it Is selected from the oxides and hydroxides 
usually of the metals belonging to the Groups IIA and 
I IB In the Periodic Table, which compounds are soluble 
in aqueous solution, such as compounds of strontium, 
10 calcium, barium, magnesium, zinc and cadmium. The 
pH modifier may also be another compound, e.g., a car- 
bonate or nitrate, of the foregoing metals. 
[0029] Some of these compositions may also contain 
thickener. The thickener, when present, can contribute 
»s an amount of between about 0.01 to about 2.0 weight 
percent of thickener, basis total composition weight 
This thickener can be a water-soluble cellulose ether, 
inducting the "Cellostze" (trademark) thickeners. Suita- 
ble thickeners Include the ethers of hydroxyethylcellu- 
20 lose, methyloellulose, methyfoycYoxypropylcellulose, 
ethylhydroxyethylcellulcse. methylethyl cellulose or mix- 
tures of these substances. Other thickening agents in- 
clude xanthan gum, associative thickeners, such as the 
urethane associative thickeners and urethane-free no- 
J5 nionlc associative thickeners, which are typically 
opaque, high-boiling liquids, e.g.. boiling above lOCC. 
Other suitable thickeners indude modified days such 
as highly bertefidated hectorite clay and organically 
modified and activated smectite clay, although such is 
so not preferred. 

[0030] Some of these compositions may contain In- 
gredients In addition to those already enumerated here- 
inabove. These other ingredients may Indude phos- 
phates. Itisto be understood that phosphorous-contain- 
35 ing substituents, even In slightly soluble or Insoluble 
form, may be present, e.g., as a pigment such as ferro- 
phos. The additional ingredients win frequently be sub- 
stances that can Include Inorganic salts, often employed 
In the metal coating art for Imparting some corroslon- 
40 resistance or enhar«»ment In corrosion -resistance. Ma- 
ter! aJs Include calcium nitrate, dibasic ammonium phos- 
phate, aluminum ^polyphosphate, calcium sulfonate, 
1-nrtropropane. lithium carbonate (also useful as a pH 
modifier), or the like, and, if used, these are most usually 
« employed In the coating composition in a total combined 
amount of from about 0.1 to about 2 weight percent 
[0031] As mentioned hereinabove, these composi- 
tions are "chromium-free". By being chromium-free It Is 
meant that the composition preferably contains nochro- 
80 mium Ion, e.g., as trivatent or hexavalent chromium, In- 
duding such chromium In ton form as could be contrib- 
uted by chromic add or dichromate salts. If any hexav- 
alent chromium is present, advantageously it should not 
exceed trace amounts, e.g.. be present to provide less 
os than 0. 1 milligram of chromium per square foot of coat- 
ing, for best environmental concerns, it is to be under- 
stood that the composition may contain chromium in 
non-soluble form, as for example metallic chromium 
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contributed as part of the zinc alloy flake. Where com- 
positions herein have been described as resln-free, 
such are preferably resin-free excepting for trace 
amounts of resin, but such may include minor amounts 
of resin, such as a few weight percent, e .g., 1 to 2 weight s 
percent, of resin. By resin It is meant the generally syn- 
thetic, polymeric resins, which are typically used as 
binders in paint systems, but is not meant to Include ei- 
ther thickening agent, when present, or to Include the 
silane binding agent 10 
[0032] The compositions can be formulated in a vari- 
ety of procedures. For example, as an alternative to di- 
rectly using the silane binding agent in a concentrated 
form, the silane may be utilized as a more dilute premix- 
turBofthesilane.suchasthesilanemixedwfthadiiuenl, is 
e.g., a diluent selected from the substJtuents providing 
the coating composition liquid medium, such as water, 
or water plus boric acid component or water plus organ- 
ic liquid including acetone. As an additional example of 
a composition preparation procedure, a precursor mix- 20 
lure might be prepared from the organic liquid, which 
may be present together with wetting agent, while fur- 
ther Including the metal flake. Packaging concepts, as 
well as formulation considerations for how the coating 
composition is prepared, can be taken Into considers- 25 
Bon when bringing undercoatJng composition Ingredi- 
ents together. Even considering storage stability, the 
water-reducible compositions are, however, preferably 
Jlways a one-package formulation of all coating compo- 
sition ingredients. 30 

B. CHROMIUM-CONTAINING COATING 
COMPOSITION 

[0033] The chromium-containing coating composh 35 
lions need not be complex and yet form highiy desirable, 
corrosion-resistant coatings on the substrate metal sur- 
face after curing at elevated temperature. Some of the 
very simple chromium-containing undercoatjng compo- 
sitions, such as have been taught in U.S. Patent No. 10 
3.687.738, can merely contain chromic acid and a par- 
ticulate metal in liquid medium. 
[0034] These corrosion-resistant, chromium-contain- 
ing compositions can contain chromic acid as the chro- 
mium-providing substance or Its equivalent In aqueous •« 
medium, for example, chromium trioxkte or chromic acid 
anhydride. But for some compositions, chromium may 
be supplied, in whole or in part, by a sail such as am- 
monium dichromale, or by sodium or potassium salts, 
or by substances such as calcium, barium, magnesium, so 
zinc, cadmium, and strontium dlchromate. Additionally, 
for some compositions, the hexavalent-chromlum-pro- 
viding substance might be a mixed chromium com- 
pound, i.e., include trivalent chromium compounds. Al- 
though some compositions might contain only a small ss 
amount, e.g., 5 grams per liter of hexavalent chromium, 
expressed as CrOj, and may contain as much as about 
100 grams per liter of composition of hexavalent chro- 



mium, expressed as Cr0 3 , many compositions will typ- 
ically contain between about 20 to 60 grams. 
[0035] Substantially all of these coating compositions 
are simply water-based, for economy. But for additional 
or alternative substances, to supply the liquid medium 
at least for some of these compositions, there have been 
taught as In U.S. Patent No. 3,437,531, blends of chlo- 
rinated hydrocarbons and a tertiary alcohol Including 
tertiary butyl alcohol as well as alcohols other than ter- 
tiary butyl alcohol. In the selection of the liquid medium, 
economy will generally be of major importance, and thus 
such medium wDI most always contain readily commer- 
cially available liquids. 

[0036] Particularly preferred chromium-containing 
coating compositions, for enhanced coaling adhesion 
as wefl as corrosion resistance, will contain thickeners, 
such as water soluble cellulose ethers and will also con- 
tain high-boiling organic liquid. For economy, these par- 
ticular coating compositions preferably contain between 
about 0.01 to 3 weight percent of water soluble cellulose 
ether, such as hydroxyethylcenulose, methytcellulose, 
methylhydroxypropytcellulose. ethylhydroxyethylcellu- 
lose, methvlethytceDulose or mixtures of these sub- 
stances. Although the cellulose ether needs to be water- 
soluble to augment thickening for these particular coat- 
ing compositions, it need not be soluble In the high-boo- 
ing organic liquid, which liquid can contribute up to 50 
volume percent of the coating composition based on the 
total volume of liquid in the coating composition. Such 
organic liquid, when present also can supply substan- 
tially above about 5 volume percent and advantageous- 
ly above about 15 volume percent both on the same 
basis as for the 50 volume percent of the coating com- 
position liquid. 

[0037] In addition to the chromrum-providing sub- 
stance, the liquid medium and the zinc alloy flake, some 
of these chromium-containing coating compositions that 
are water-based will nevertheless contain some organic 
liquid. The preferred organic liquid has a boiBng point at 
atmospheric pressure above 100°C, while preferably 
being water-soluble. These have been discussed here- 
inabove in connection with the chromium-free coating 
compositions. Representative preferred coating compo- 
sitions have been discussed In U.S. Patent No. 
3,907,608, which is hereby Incorporated by reference. 
For additional substituents that may be contained in 
some of these compositions, e.g., wetters. boric acid 
component pH modifiers and other Ingredients, refer- 
ence can be made hereinabove to the discussions of 
these Ingredients for the chromium-free coating compo- 

C. TTTANATE BINDER COATING COMPOSITION 

[0038] To provide a dark black color, some of the ti- 
tan ate binder coating compositions may contain man- 
ganese dioxide. A representative coating of this type 
has been disclosed in U.S. Patent No. 4,544,581. Both 
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natural manganese dioxide (Mn0 2 B) from refined ore 
and synthetically manufactured manganese dioxide 
(MnO a M) are satisfactory. Synthetic manganese diox- 
ide has a higher concentration of Mn and Mn0 2 and a 
larger particle size (97% vs. 76% passing through a b 
325-mesh screen). Synthetic manganese dioxide con- 
tains about 2 to 3 percent water while natural manga- 
nese dioxide has no detectable water. It Is usually pref- 
erable to use only sufficient manganese dioxide to pro- 
vide a coating having the desired darkness for a partfo- *o 
ular application so that It will provide greater corrosion 
resistance, when manganese dioxide Is present, the 
amount of manganese dioxide In the coating can be 
from about 20 to about 45 percent by weight of the solids 
in the coating. This amount of manganese dioxide can ts 
be on the order of equivalent to from about 30 to about 
100 percent by weight of the zinc alloy flake metal. 
[0039] In this titanate binder coating composition, the 
primary bonding material is generally an organic titanate 
polymer, which Is polyfunctJonal. When the coating Is 20 
heated to a temperature In the range of about 275 to 
450°F. this titanate polymer produces a purely Inorganic 
titanium dioxide, which bonds the coating to the metal 
substrate. This heating also initiates a hydrolysis reac- 
tion, which enhances and optimizes the adhesion and 25 
abrasion resistance of the dried and cured coating. Suit- 
able titanate bonding materials are alkyl esters of tetraj- 
sopropyl titanate. tetrabutyl titanate. 2-ethylhexyl titan- 
ate and N-birtyi titanate polymer. The amount of titanate 
polymer in the coating can be from about 6 to about 20 30 
percent by weight of the solids in the coating. 
[0040] Preferably, to Improve fflm integrity and insure 
adhesion to a substrate before the primary bonding ma- 
terial is cured, the titanate binder undercoat rig also con- 
tains a secondary resin. The amount of secondary resin 35 
can be about 0.5 to 1 0 percent by weight of dry film sol- 
ids. Suitable secondary resins include ethyl-hydroxyt- 
ethyl cellulose, polyesters, silicones, epoxy resin In the 
presence of caprolactam pyrrolidone and piperidone, 
conjugated drying oils, unsaturated carboxylic amides *o 
and aromatic asphalt resins. 

[0041] Preferably, to insure that the titanate binder 
coating does not gel prior to application to a substrate 
and that it has suitable flow and wetting characteristics 
around edges of the substrate, the coating contains a *s 
thixotropic agent A suitable thixotropic agent Is sllane 
treated silica dioxide. The amount of this thixotropic 
agent in the coating may be about 0.4 to 12 percent by 
weight of the particulate metal, which may be all zinc 
alloy flake metal. The titanate binder undercoatlng may eo 
also contain a siiane such as the silanes detailed here- 
inabove in connection with the water-reducible, chromi- 
um-free coating compositions. A suspension agent may 
also be used to ensure that the alloy flake metal does 
not settle out oT me titanate binder crating composition, es 
A suitable suspension agent is polyethylene. The 
amount of polyethylene used as a suspension agent 
may be about 0.2 to 5 percent by weight of the particu- 



late metal, which metal can be all zinc alloy flake metal. 
[0042] To ensure that the titanate binder coating com- 
position does not undergo a hydrolysis reaction before 
the coating is applied to a substrate, the coating advan- 
tageously contains a water scavenger or hygroscopic 
agent. Inclusion of a hygroscopic agent Is particularly 
desirable when a synthetic manganese dioxide pigment 
is used since it contains 2 to 3 percent water, which, over 
a period of time, could at least partially hydrolize, the 
titanate bonding material. Suitable hygroscopic agents 
are calcium oxide, silica dioxide, barium oxide, and po- 
tassium chloride. The amount of hygroscopic agent In 
the coating composition may be 0.2 percent to 12 per- 
cent by weight of the particulate metal. e.g.. all zinc alloy 
flake metal, and preferably about 04 percent to 6 per- 
cent by weight of such metal. 
[0043] The vehicle or carrier of the titanate binder 
coating composition may contain both active and inac- 
tive solvents. The active solvents dissolve the titanate 
primary bonding polymers and the Inactive solvents de- 
crease the cost of the vehicle, are excellent thinners of 
the coating composition, and are believed to modestly 
improve adhesion and salt spray resistance by modify- 
ing and controlling film flow. The vehicle solvents may 
consist of about 10 percent to 60 percent by weight of 
Inactive solvents and the balance preferably of active 
solvents. 

[0044] Suitable active solvents for the titanate poly- 
mers are butyl alcohol N-butenoi (hereinafter N-bute- 
nol), 2-ethythexanol, cellosolve acetate, heptane, me- 
thyl ethyl ketone and methyl teobutyl ketone. Suitable 
Inactive solvents Include aromatic hydrocarbons such 
as xylol, xylene, and toluene. Where the solvent is such 
as a high-boiling hydrocarbon, as described hereinbe- 
fore In connection with the chromium-containing urtder- 
coatlngs, e.g., dipropylene glycol, such solvent itself 
may be serviceable for providing most, to all, of the com- 
position vehicle and be compatible with the titanate pol- 
ymer. 

[0046] The coating composition contains sufficient 
vehicle solvents to produce the viscosity desired for the 
particular method of applying the liquid coating to a sub- 
strate. For application of the coating to a substrate by 
dipping, rolling or spraying, the viscosity of the compo- 
sition In a Zahn No. 2 cup Is usually m the range of 20 
to 150 seconds. A coating composition viscosity in this 
range can usually be obtained when the vehicle solvents 
by weight are about 0.9 to 1 .5 times the weight of all the 
resins In the composition. A process for making a titan- 
ate polymer undercoaBng composition with active plus 
inactive solvents is disclosed In the above-mentioned 
U.S. Patent No. 4,544,581, the disclosure of which is 
Incorporated herein by reference. 
[0046] As will be understood, a titanate binder coating 
providing a black color may be a topcoat. The basecoat 
may be any of a variety of coatings, e.g., one or more 
of a phosphate pretreatment such as of zinc phosphate, 
or a paint basecoat such as a zinc-rich paint, or a titanate 
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binder coating without black color. General basecoat 
and topcoat consideration, which basecoats may In- 
clude pretreatments, will be discussed further herelnbe- 
low. 

5 

D. SILICA SUBSTANCE COATING COMPOSITION 

[0047] A typical coating of this type Includes the zinc 
alloy metal flake and a silica substance constituent, 
sometimes referred to herein as a silica substance to 
"binder" such as sodium silicate. The water-soluble or 
water dispersibte binder may also more broadly be an 
alkali metal silicate, an organic silicate ester. e.g., ethyl 
silicate, a colloidal silica sol or the like. Further, organic 
ammonium silicates have been disclosed as binders. *s 
The use of ethyl silicate or the Dke has been disclosed 
In U.S. Patent No. 3.469,071 and the utilization of an 
organic ammonium silicate has been disclosed in U.S. 
Patent NO. 3,372,038. The disclosures of these two pat- 
ents are hereby Incorporated by reference. For convert- 20 
lence, the binder can be referred to herein as a silica 
substance binder and the composition as a silica sub- 
stance coating composition. The liquid medium of these 
coating compositions wiD be a water-based liquid medi- 
um and may comprise water such as delontzed water or 25 
tap water. 

[0048] In addition to the zinc alloy metal flake, silica 
substance as a binder and liquid medium, these coating 
compositions can contain additional Ingredients. The 
use as an oxidizing agent of red lead or the peroxides » 
of calcium, magnesium and zinc has been disclosed in 
U.S. Patent NO. 2,944.919. Additionally, a thickening 
agent, such as a cellulose ether or xanthan gum, as well 
as a gelling agent, is generally useful. It may be better 
not to try to add the thickening agent directly but rather, 35 
to prepare an aqueous suspension of the thickener and 
then to add this suspension to the rest of the vehicle or 
binder. With hydrated magnesium silicates, for Instance, 
the addition of 0.32 to 0.66 percent based on the silica 
present in the binder can be effective to increase the <o 
undercoating adhesion. 

(0049] Lead oxide added to the coating composition 
may increase the pot life of the composition. The coating 
may also include Inorganic extenders, such as zinc ox- 
ide, Iron oxide, aluminum oxide, and the like, and Incr- « 
gariic pigments such as titanium oxide. The substances 
Iron oxide and zinc oxide may also be useful as pig- 
ments. Mica, bentonite, and the like may be used to in- 
crease flexibility In the coating. 

50 

COATINGS: GENERAL CONSIDERATIONS 
A APPLICATION 

[0050] Usually, the silicate coatings are applied by ss 
brush application. As mentioned hereinabove, titanate 
binder coating compositions typically may be applied by 
dipping, rolling or spraying techniques. Generally, the 



coating compositions may be applied by any of these 
various techniques, such as Immersion techniques. In- 
cluding dip drain and dip spin procedures. Where parts 
and coaling compositions are compatible with same, the 
coating compositions can be applied by curtain coating, 
brush coating or roller coating and including combina- 
tions of the foregoing. It is also contemplated to use 
spray technique as well as combinations, e.g., spray 
and spin and spray and brush techniques. Coated arti- 
cles that are at an elevated temperature may be coated, 
often without extensive cooling, by a procedure such as 
dip spin, dip drain or spray coat 

B. SUBSTRATES AND UNDERCOATS 

[0051] The protected substrate can be any substrate, 
e.g., a ceramic or similar substrate, but Is most particu- 
larly a metal substrate such as a zinc or iron, e.g., a steel 
substrate, an Important consideration being that any 
such substrate withstand the heat curing conditions for 
the coating. By a "zinc" substrate It is meant a substrate 
of zinc or zinc alloy, or a metal such as steel coated with 
zinc or zinc alloy, as well as a substrate containing zinc 
In intermetalllc mixture. Likewise, the Iron of the sub- 
strate can be In alloy or intermetalllc mixture form. 
[0052] Especially where such are metal substrates, 
which are most usually ferrous substrates, these may 
already be coated, including pretreatments, e.g.. pre- 
treatment by chromate or phosphate treatment, prior to 
application of the coating. Particularly for some coat- 
ings, the substrate may be pretreated to have, for ex- 
ample, an iron phosphate coating In an amount from 
about 50 to about 1 00 mgffi 2 o r a zinc phosphate coaling 
in an amount from about 200 to about 2,000 mg/ft 2 . 
However, a zinc phosphate coating may be avoided 
where the undercoating will be cured at elevated tem- 
perature. In general, the substrate may have received 
any undercoating as Is contemplated for use, especially 
for use with the above-described compositions of par- 
ticular interest. For further undercoating considerations, 
reference can be made hereinabove, such as in the dis- 
cussion of tiie titanate binder coatings. 

C. CURING AND COATING WEIGHT 

[0053] After application of the coating composition to 
the substrate, it Is preferred for best corrosion-resist- 
ance to subsequently heat-cure the applied coating, ex- 
cepting for some silica substance coatings where air- 
drying can be effective. However, volatile coating sub- 
stances may be Initially simply evaporated from any of 
the applied coatings, e.g., by drying before curing. Cool- 
ing after drying may be obviated. The temperature for 
such drying, which may also be referred to as procuring, 
can be within the range from about 100 9 F up to not es- 
sentially above about 250° F. Drying times can be on the 
order of from about 2 to about 25 minutes. 
[0054] Any elevated temperature curing of an coating 
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composition on a substrate will often be a hot air oven 
cure, although other curing procedures can be used, e. 
g., infrared baking and Induction curing. The coating 
composition can be heat-cured at elevated temperature, 
e.g., on the order of about 450°F, but usually greater, « 
oven air temperature. The cure will typically provide a 
substrate temperature, usually as a peak metal temper- 
ature, of at least about 450°F. Oven air temperatures 
may be more elevated, such as on the order of 650° F 
or more. It has been found highly desirable with the 10 
hereinbefore described chromium-free coating compo- 
sitions to utilize a more elevated temperature cure. Such 
can be on the order of from 330»C (626 0 F) to 360°C 
(680°F), with temperatures up to 700°F being optional. 
Thus, for these compositions, a peak metal cure tern- is 
perature range of above 650° F up to about 6WF or 
more may be employed. On the other hand, a less ele- 
vated peak metal temperature for curing a substrate 
coated with a titanate binder composition of up to about 
600-F can be advantageous. 20 
[0055] Curing, such as In a hot air convection oven, 
can be carried on for several minutes. Although cure 
times may be less than 5 minutes, they are more typi- 
cally on the order of from at least about 10 to about 45 
minutes. It is to be understood that cure times and tern- 25 
peratures can be effected where more than one layer of 
coating is applied or when there may be a subsequently 
applied topcoating that is a heat-cured topcoating. Thus, 
shorter time and lower temperature cures may be em- 
ployed. Also, where more than one coating is applied, » 
or with a heat-curable topcoating. the coating may only 
need be dried, as discussed hereinabove. Then, curing 
can proceed after application of the heat-cured topcoat- 
ing. 

[0056] The resulting weight of the coating on the metal 35 
substrate may vary to a considerable degree, but, usu- 
ally excepting for a silica substance coating, will gener- 
ally be present in an amount supplying greater than 500 
mg/ft 2 of coating. A lesser amount may generally not 
lead to desirably enhanced corrosion-resistance. Ad- *o 
vantageousty. a coating of greater than about 1 ,000 mg/ 
ft 2 of coated substrate will be present for best corrosion- 
resistance. It has been found that a coating weight on 
the order of about 1 .800 mg/ft 2 can be most advanta- 
geous for a coating from the chromium-free coating « 
compositions. It can often be expected that between 
about 1,500 to 9.000 mg/ft 2 of coating will be present 
Under these general considerations, the particulate 
metal in the coating will typically be present in an amount 
from aboul 500 mg/ft 2 to about 5.000 mg/ft 2 . so 

TOPCOATING 

[0057] Often, except where otherwise detailed herein, 
there need not be applied any topcoating, especially ss 
with the above-described compositions of particular in- 
terest This can be the case when the above-described 
coating compositions are used for a single coating layer, 



or a multi-coating layer. For example, with the chromi- 
um-free coating compositions, usually two or three coat- 
ing layers wil be sufficient to achieve a highly desirable 
corrosion-resistant coating. However, the following dis- 
cussion is offered where topcoating considerations may 
apply- 

SILICA SUBSTANCE TOPCOATING 

[0058] In the present invention, the coated substrate 
may be topcoated, as with silica substance. The term 
"sifica substance", as it Is used herein for the topcoating, 
Is Intended to have the same meaning as for the above- 
described silica substance coating composition, e.g., in- 
clude silicates, silicate esters and colloidal silicas. The 
colloidal silicas include both those that are solvent- 
based as well as aqueous systems, with the water- 
based colloidal silicas being most advantageous for 
economy. As is typical, such colloidal silicas can Include 
additional ingredients, e.g., thickeners as, for example, 
up to about 5 weight percent of an above-discussed wa- 
ter-soluble ceflutose ether. Also, a minor amount, e.g.. 
20 to 40 percent by weight and usually a lesser amount, 
of the colloidal silicas can be replaced by colloidal alu- 
mina. In general, the use of colloidal silicas will provide 
for heavier topcoats of silica substance over undeitoat- 
ed substrate materials. It is contemplated to use colloi- 
dal silicas containing up to 50 percent by weight solids, 
but typically, much more concentrated silicas will be di- 
luted, for example, where spray application of the top- 
coat will be used. 

[0059] When the topcoating silica substance is sili- 
cate, it may be organic or inorganic. The useful organic 
silicates include the alkyi silicates, e.g., ethyl, propyl, 
butyl and por/ethyl silicates, as well as slkoxyl silicates 
such as ethylene glycol monoethyl silicate. Most gener- 
ally for economy, the organic silicate Is ethyl silicate. Ad- 
vantageously, the Inorganic silicates are used for best 
economy and corroston-resistance performance. These 
are typically employed as aqueous solutions, but sol- 
vent-based dispersions may also be used. When used 
herein In reference to silicates, the term "solution" is 
meant to Include true solutions and hydrosols. The pre- 
ferred inorganic silicates are the aqueous sDicates that 
are the water-soluble silicates, Including sodium, potas- 
sium, lithium and sodium/lithium combinations, as well 
as other related combinations. Referring to sodium sili- 
cate as representative, the mole ratios of SiOa to NaaO 
generally range between 1:1 and 4:1. For best efficiency 
and economy, an aqueous-based sodium silicate is pre- 
ferred as the silica substance. The use of silica sub- 
stance as a topcoating has been described in U.S. Pat- 
ent No. 4.365.003, the disclosure of which is Incorporat- 
ed herein by reference. 

[0060] Other Ingredients may be present in the silica 
substance topcoating composition, e.g., wetting agents 
and cotorants, and the composition may contain chrome 
subslituents if desired, but can be chrome-free as de- 
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fined hereinabove to provide a totally chrome-free coat- Ing composition, the article can be drained. Some to ell 
Ing. Substances that may be present can further Include of the topcoat curing can be achieved by the operation, 
thickening and dispersing agents as well as pH adjust- 
ing agents, but all such Ingredients will typically not ag- E LECTRODEPOSITED TOPCOATING 
gregate more than about 5 weight percent, and usually e 

less, of the topcoating composition so as to provide for [0064] Of special interest, the coated substrate can 
enhanced coating composition stability coupled with form a particulBrty suitable substrate for paint deposition 
augmented coating Integrity. TTie silica substance top- by electrocoatlng. The electrodeposltJon of film-forming 
coating may be applied by any of the above described materials is well known and can include electrocoatlng 
various techniques for use with the coating composition, to of simply a film-forming material in a bath or such a bath 
such as Immersion techniques including dip drain and which may contain one or more pigments, metallic par- 
dip spin procedures. tides, drying oils. dyes, extenders, and the like, and the 
[0°81] The preferred topcoats are provided from the bath may be a dispersion or ostensible solution and the 
topcoating compositions PLUS*. PLUS® L, PLUS® ML like. Some of the well known resinous materials useful 
and PLUS® XL made by Metal Coatings International « as film-forming materials Include the polyester resins. 
Inc. These may contain Inorganic siDcate together with eDcyd resins, acrylate resins, hydrocarbon resins, and 
one or more additional ingredients, e.g., lubricants In- epoxy resins, and such materials can be reacted with 
eluding wax or polymeric materials, such as pofyethyt- other organic monomers and/or polymers Including hy- 
ene. copolymers Incorporating polyethylene, or poly- drocarbons such as ethylene glycol, monohydric alco- 
tetrafluoroethytere. Other constituents, which may also 20 hots, ethers, and ketones. 

be used at least in part for their lubricity, can include [0065] Also of Interest are poiycarboxyOc acid resins 
graphite and molybdenum disulfide. The topcoats may which can be solubOized with polyfunctions! amino com- 
be pigmented, e.g.. to provide a black topcoating. A rep- pounds and include the siccative oil-modified poly-basic 
resentative black topcoating composition has been dis- acids, esters or anhydrides which can be further reacted 
closed in U.S. Patent No. 5,008,597. as with dlvinyt benzene for example or acrylic acid and es- 
[0082] By any coating procedure, the topcoat should tore as well as polymerizable vinyl monomers. Further, 
be present In an amount above about 50 mg/tV of coat- substances of Interest are the anodtoally deposited film- 
ed substrate. For economy, topcoat weights for cured forming materials. However, the broad scope to which 
lopooatjng will not exceed about 2,000 mg/flp of coated the etectrodepositton of film-forming materials relates, 
substrate. This range is for the cured silica substance 3D includes the deposition of such materials on anodic or 
topcoating. Preferably, for best coating efficiency and cathodlc substrates, and by means of various tech- 
silica substance topcoat economy, the topcoat Is an in- niques for passage of currentthrough a bath. After eleo 
organic silicate providing from about 200 to about 1 ,200 trodepositJon Bnd removal of ttie coated substrate from 
mfl/RZ of cured silicate topcoating. the bath, curing of the film-forming materials can be per- 
[006?] For the sflica substance topcoat curing, it is 35 formed. The time and temperature of curing will be de- 
typical to select the curing conditions In accordance with pendent upon the film-forming materials present, but is 
the particular silica substance used. For the colloidal ail- typically an bit cure at room temperature or a forced cure 
leas, alr-drylng may be sufficient; but. for efficiency, el- at a temperature up to 500° F and for times up to 60 ml n- 
evated temperature curing is preferred for all the silica utes. at more reduced temperatures, 
substances. The elevated temperature curing can be <o 

preceded by drying, such as air-drying. Regardless of QUENCH COAT TOPCOATING 
priordrying, a tower cure temperature, e.g., on the order 

of about 150 o Ftoaoout300°F, wOl be useful for the col- [0086] An additional topcoat of special interest Is a 

loldal silicas and organic silicates. For the Inorganic sil- coating applied by quench coating. Thus the coated 

Icates, curing typically takes place at a temperature on 45 substrate may proceed to a quench coating, e.g.. follow- 

theorderofabout300«Ftoabout6WF. In general, cure Ing heat curing of an above-described chromium-free 

temperatures on the order of from about 1 50°F to about coating composition, or even following cure of a topcoat- 

700° -800°F or more, as peak metal temperatures, may ing such as a topcoating of silica substance. Such 

be useful. At the more elevated temperatures, cure quench coating of articles at elevated temperature by 

times may be as fast as about 10 minutes, although » bringing them Into contact with an aqueous resin solu- 

longer cure times, up to about 20 minutes, are more usu- tion has been discussed In Japanese Patent Application 

al. Also, articles can be topcoated with the silica sub- No. 53-14746. Suitable resin solutions include alkyd, 

stance topcoat while the articles are at elevated temper- epoxy, metamine and urea resins, 

ature. as from the curing of a chrome-free coating com- [0067] For this. It has also been taught for example 

position. Such could be done as by spray coat or dip ss In U.S. Patent No. 4,555,445, that suitable topcoating 

drain, i.e., a dipping of the elevated temperature article compositions may be pigmented dispersions or emul- 

into the topcoat composition, which can provide a stons. These can include copofymerdlspersions in liquid 

quenching of the article. Upon removal from the topcoat- medium as well as aqueous emulsions and dispersions 
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compositions, which articles are at elevated tempera- 
ture such as after curing of the applied water-reducible 
coating, by procedures Including a dip-drain or a spray 
coating operation. By such quench coating operation, 
ail of the topcoating curing may be achieved without fur- 
ther heating. Quench coating with polymeric solutions, 
emulsions and dispersions, and with heated baths, has 
also been discussed In U.S. Patent No. 5,283,280. 

AUTODEPOSITED TOPCOATING 

[0088] Another topcoat of particular Interest is the au- 
todeposlted coating. The autodeposltlon of coatings 
provides a latex-based coating film on metal articles, 
with no external voltage applied in the process. In the 
U.S. Patent No. 3.592.699. it is taught to apply a coating 
from a bath of suitable polymer latex, oxidizing agent, 
fluoride Ion end sufficient acid to maintain a pH of from 
about 2.5 to 3.5. Formulated as such an acidic compo- 
sition, the bath can use metal dissolution as a driving 
force for coating deposition. More recently, U.S. Patent 
No. 5,300,323 has taught a zinc surface pretreatment 



an additive such as boric add. This can help negate the 
formation of pinholes during autodeposition coating. 

FURTHER TOPCOATING 

[0089] The coated substrate may also have a topcoat 
with any other suitable topcoating. I.e.. a paint or primer. 
Including weldable primers, such as the zinc-rich prim- 
ers that may be typically applied before electrical-resist- 
ance welding. For example, ft has already been shown 
in U.S. Patent No. 3.671,331 that a primer topcoating 
containing a partlculata. electrically conductive pigment, 
such as zinc. Is highly serviceable for a metal substrate 
that is first coated with another coating composition. 
Other topcoating paints may contain pigment in a binder 
or can be unplgmented, e.g., generally cellulose lac- 
quers, resin varnishes, and oleoresinous varnishes, as 
for example tung oil varnish. The paints can be solvent- 
reduced or they may be water-reduced, e.g., latex or wa- 
ter-soluble resins, Including modified or soluble alkyds. 
or the paints can have reactive solvents such as In the 
polyesters or polyurethanes. Additional suitable paints 
which can be used include oil paints, Including phenolic 
resin paints, solvent-reduced alkyds, epoxles, acrylics, 
vinyl. Including polyvinyl butyral. and oil-wax-type coat- 
ings such as linseed oil-paraffin wax paints. 
[0070] Before any coating, it is In most cases advisa- 
ble to remove foreign matter from the substrate surface, 
as by thoroughly cleaning and degreasinq. Deareaslna 
may be accomplished with known agents 
with agents containing sodium metasilicate, caustic i 
da. carbon tetrachloride, trichlorethylene, and the like. 
Commercial alkaline cleaning compositions, which 
combine washing and mild abrasive treatments, can be 



employed for cleaning, e.g., an aqueous trisodium phos- 
phate-sodium hydroxide cleaning solution. In addition to 
cleaning, the substrate may undergo cleaning plus etch- 
ing, or cleaning plus shot blasting. 
« [0071] The following examples show ways In which 
the Invention has been practiced but should not be con- 
strued as limiting the Invention. In the examples, the fol- 
lowing procedures have been employed: 

10 PREPARATION OF TEST PANELS 

[0072] Unless otherwise specifically described, test 
panels are cold rolled, low carbon steel panels. Steel 
panels can be prepared for coating by first Immersing In 
»s a cleaning solution. A metal cleaning solution can con- 
tain 5 ounces, per each gallon of water, of a mixture of 
25 weight percent tripotasslum phosphate and 76 
weight percent potassium hydroxide. This alkaline bath 
Is maintained at a temperature of about 150°F to 180°F. 
20 Following solution cleaning, the panels can be scrubbed 
with a cleaning pad, which Is a porous, fibrous pad of 
synthetic fiber Impregnated with an abrasive. Thereaf- 
ter, the scrubbed panels are water-rinsed and again im- 
mersed in cleaning solution. Following removal from the 
25 solution, the panels are rinsed with tap water and pref- 
erably dried. 

APPLICATION OF COATING TO TEST PARTS AND 
COATING WEIGHT 

30 

[0073] Unless otherwise described in the example, 
clean parts are typically coated by dipping Into coating 
composition, removing and draining composition there- 
from, spinning off ttie excess, and then immediately bak- 

35 ing or air drying at room temperature or precuring at 
modest temperature until the coating is dry to Hie touch 
and then baking. Baking and precuring proceeds In a 
hot air convection oven at temperatures and with times 
as specified In the examples. 

40 [«>74] Coaling weights for panels, generally ex- 
pressed as a weight per unit of surface area, is typically 
determined by selecting a panel of a known surface area 
and weighing It before coating. After the panel has been 
coated, it is reweighed and the coating weight per se- 

44 lected unit of surface area, most always presented as 
milligrams per square foot (mg/fP), is arrived at by 
straightforward calculation. 

COATING ADHESION TEST 

50 

10075] This test is conducted by manually pressing a 
strip of tape coated with a pressure-sensitive adhesive 
against the coated surface of the test panel, which tape 
Is then quickly removed. The coating is evaluated qua!- 
35 Uatlvely according to the amount of coating removed by 
the adhesive on the tape, in comparison with the condi- 
tion of a standard test panel. 
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^ORROSION-RESISTANCETEST(ASTMB117)AND weight t 

tn „, CT „ I0080J Bolts were prepared for coating as described 
[0076] Corrosion-resistance of coated parts is meas- hereinabove, except no scrubbing is used during clean- 
ured by means of the standard salt spray (fog) test for « ing and the bolts are cleaned by Wasting with glass 
paints and varnishes ASTM B-11 7. In this test, the parts beads (dry honed) after oven drying. The bolts are coat- 
are placed m a chamber kept at constant temperature ed by placing In a wire basket and dipping the basket 
where they are exposed to a fine spray (fog) of a 5 per- Into the coating composition, removing the basket and 
cent salt solution for specified periods of time, rinsed in draining excess composition therefrom. During dipspin- 
water and dried. The extent of corrosion of the test parts io nlng, for the first coat, the basket Is spun at 275 rpm for 
can be expressed as percent of red rust. " - 



EXAMPLE 1 

[0077] To 18.8 weight parts of deionized wafer, there 
is blended with moderate agitation, 0.6 weight part of 
ortho boric acid and 3 weight parts of gammagtycidox- 
ypropyrtrimethoxysilane as blending continues. After 
mixing continues for 3 hours, there is added to this mix- 
ture an additional 31 weight parts of delonlzed water and 20 3,1 38 mgffl2,~deterrrrtned 
a wetter blend containing 0.8 weight part of a nonionic, 
ethoxylated nonylphenol wetter CnenW) having a mo- 
lecular weight of 396 and a specific gravity of 1 .0298 at 
20/20"C and 0.8 weight part of a 'nenW having a mo- 
lecular weight of 616 and a specific gravity of 1 .057 at 
20720°C. To this mixture there Is then added an addi- 
tional 2 weight parts of the above-mentioned sflane. 2.2 
weight parts of di propylene glycol and 0.7 weight part of 
1-nitropropane. To this mixture there Is added 35.2 



10 seconds forward and 10 seconds reverse and, for 
the second coat, at 300 rpm and again at 10 seconds 
forward and 10 seconds reverse. 
[0081] Draining Is then followed by baking. The bolts 
is are usually placed on a sheet for baking. Baking pro- 
ceeds first at an air temperature of about 150-F for a 
time up to 10 minutes and then at BOO°F for 30 minutes. 
The bolts are coated twice with the coating composition 
using this procedure and providing a coating weight of 



s described hereinabove. 



10082] Selected bolts are then topcoated with a com- 
mercially available sodium silicate topcoat composition 
disclosed In the U.S. Patent No. 4365,003. The proce- 
dure used for coating and baking was as for the under- 
coating, but the basket spin was at 400 rpm for 10 sec- 
onds forward, 10 seconds reverse, and the cure was at 
350°F for 20 minutes. Coating weight determinations, 
conducted in the manner as described above In connec- 
tion with the examples, showed a topcoatina weiarrt for 
weight parts of STAPA 4ZnAI7 zinc and aluminum alloy 30 a representative i^ of 520 mg7fP 

^ V* ^ e C0n,ain8 aD0Ut 85 weight percent [0083] The hex-head bolts used In the test are a spe- 
cific grade of 9.8 bolts, which more particularly are 1-1/2 
inches long by about 5/16 Inch In diameter at the thread- 
ed end and have 1-3/16 Inches of threading on the shaft 



zinc, about 5 weight percent aluminum, and a balance 
of paste liquid. The alloy flake has about 50 percent of 
the flake particles with a longest dimension of discrete 



particles of less than about 13 microns. The sum of all 35 that terminates In the boft head. 



of these ingredients are then ground for about 3 hours 
using a Cowles dissotver operating at approximately 
800 revolutions per minute (rpm). 
[0078] To the resulting ground mixture, there is then 



[0084] The resulting coated bolts were then subjected 
to the hereinbefore described corrosion-resistance test 
The test bolts with the sDlcate topcoat have gone over 
2,000hoursintestingwithouttheappearanceoffirstred 
rlT^ ^.^^ fori hour. 0.4 weight <o rust compared to red rust appearance at 600 hours for 
t ^ . bi8tndec y | su'tosuccinate anionic sur- bolts coated with the same procedure but using a base- 
factant and mixing Is then further continued overnight coat composition containing a simple mixture of zinc 

There is then added 2.9 weight parts of additional. flake and aluminum flake In e 90/1 0 weight ratio 
above-descnbed silane plus a slurry of 0.2 weight part 
of hydroxy ethyl cellulose slurried In 1.3 weight parts of « EXAMPLE 2 
delonlzed water. This bath Is aged tor 6 days. This re- 
sulting coating composition had a molar ratio of water [0085] For lest purposes, there is prepared a coating 
So^A^^S? 0 ? 1 - corr^ositonofzir.cplustlnaDoyflake^isprer^c.n 
007^1 A clean 3 x 5-Inch test panel as described here- Is initiated as follows: To 1 8.9 weight parts colonized 
than < ?f Jd * d «™ngthe coating com- so water, there Is blended with moderate agitation. 0.8 
posrt.cn down over the panel wrth a draw bar. The panel weight part of ortho boric add and 3 weight parts the 
^ !r? 8fi ' an<,VWttempWita ' 0 ' Examplel silane as blending continues to prepare an 

JZL JTiiS? in r * minUlE3 81 a " ° Ve " aif temper - ,niUal • Bar * blend - * mW "9 ^nues for 3 hours, 
atore of 600 F. all In the manner as described herein- there is added to this mixture an additional 34 weight 

!^ e '^ e 9 P 3 " 61 had a 8mootn - Qrev coatinO « parts of delonlzed water and a blend containing 0 8 

1 S^T appe8ren ^J h f wi 9"t «« 1968 weight part of the Example 1 wetter having a molecular 

P !l! qUare ° GOatod P 8 " 6 ' 8UrfaC8 and WB, 0 W <* 396. 1.6 weight parts of the Example 1 wetter 

the coating had acceptable coating adhesion. Coating having a molecular weight of 616. an additional 2 weight 
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parte of the above-mentioned si lane, and 0.7 weight part 
of 1-nilropropane. TO this mixture there is added 32.6 
weight parts of STAPA 4ZnSn30 zinc and tin alloy flake 
paste. The paste contains about 70 weight percent zinc 
and about 30 weight percent tin In the alloy flake, on a 
metals basis, and a balance of paste liquid. The sum of 
all of these Ingredients are then ground for about 3 hours 
using a Cowles dlssolver operating at approximately 
800 revolutions per minute (rpm). 
[0086] To the resulting ground mixture, there is then 
added, while stirring Is continued for 1 hour, 0.4 weight 
part of sodium bistridecyi sulfosucclnate anionic sur- 
factant and mixing is then further continued overnight. 
There is then added 2.9 weight parts of additional, 
above-described silane plus a slurry of 0.3 weight part 
of hydroxy ethyl cellulose slurried in 2 weight parts of 
deionized water. 

[0087] For comparative purposes, there Is prepared 
a standard comparative coating composition using the 
procedure described hereinabove. For this composition 
there is blended with the Initial silane blend an additional 
29.4 weight parts of water and a Wend of 1.6 weight 
parts of each wetter, 2 weight parts of the silane, 0.7 
weight part of the 1 -nitropane. 1 2. weight parts of dlpro- 
pylene glycol, and 4.3 parte of aluminum flake paste. To 
this there is added 31.2 parts of zinc flake paste. Con- 
sistent with the above-described procedures and 
amounts, there is then added the anionic surfactant ad- 
ditional silane, cellulose/water slurry, and also 02 
weight part of a liquid blend of petroleum derivatives 
having a specific gravity of 0.9 used as a defoamer. 
[0088] In this test, the test parts were M-8 bolts, which 
are more particularly described in Example 3. The bote 
were prepared for coating, and coated, an as described 
In Example 3, except the cure temperature was 232°C. 
The resulting parts have a coating weight of 2,463 mg/ 
ft 2 . Coating weight was determined by the weigh-coat- 
welgh procedure as described hereinabove. 
[0089] The parts were then topcoated with a commer- 
cially available sodium silicate topcoat composition dis- 
closed in the U.S. Patent No. 4.365,003. The procedure 
used for coating and baking was as for the undercoating, 
but the cure was at 176°C for 20 minutes. Coating 
weight determination, conducted In the manner as de- 
scribed above, showed a topcoatlng weight of 433 mg/ 

[0090] The resulting coated parts were then subjected 
to the hereinbefore described corrosion-resistance test 
The test parts with the silicate topcoat and zinc plus tin 
alloy undercoat went for 1 080 hours In testing with a rat- 
ing of 4.8 on a scale of 5.0 (best) in regard to appearance 
of red rust Comparatively the test parts with the silicate 
topcoat and the zinc flake plus aluminum flake under- 
coat at 1 .060 hours of testing had a rating of 4.2. 

EXAMPLE 3 

[0091] An invention test composition is prepared with 



the following ingredients. There is mixed together 7.37 
weight parts of the Example 1 silane, a wetter blend con- 
taining 1.21 weight parte of the Example 1 wetter having 
a molecular weight of 396, and 1 .39 weight parts of the 
* Example 1 wetterhavlngamotecularwelghtof 616,4.33 
weight parts of dlpropyfene glycol. 0.62 weight part of 
1 -nrtropropane and 0.45 weight part of sodium bistride- 
cyi sulfosucclnate anionic surfactant To this mixture 
there is added 29.83 weight parte of zinc and aluminum 
" alloy flake paste. The paste contains about 85 weight 
percent zinc and about 6 weight percent aluminum In 
the alloy flake and an about 9 weight percent balance 
paste liquid. The alloy flake has about 98 percent of the 
flake particles with a longest dimension of discrete par- 
rs tides of less than about 15 microns. The sum of all of 
these ingredients is then vigorously mixed together. 
[0092] To the resulting ground mixture, there Is then 
added, while stirring is continued, a blend of 0.53 weight 
part boric acid In 54.27 weight parts deionized water. 
20 There is then added 0.4 weight part of hydroxy ethyl cel- 
lulose and stirring is continued overnight 
[0093] For comparative purposes, there Is then used 
the standard comparative coating composition de- 
scribed In Example 2. 
25 [0094] In this test bolts, as more specifically de- 
scribed herelnbelow. are used. The bolts are prepared 
for coating as described hereinabove, except no scrub- 
bing is used during cleaning and the bolts are cleaned 
by blasting with glass beads (dry honed) after oven dry- 
30 irtg. The bolts are coated by placing in a wire basket and 
dipping the basket into the coating composition, remov- 
ing the basket and draining excess composition there- 
from. After draining, Ihe basket is spun at 300 rpm for 
10 seconds forward and 10 seconds reverse. 
35 [0095] Draining Is then followed by baking. The bolts 
are usually placed on a screen for baking. Baking pro- 
ceeds first at an air temperature of about 66°C for a time 
up to 10 minutes and then at 329°C for 30 minutes. The 
bolts are coated twice with the coating composition us- 
40 ing this procedure and providing a coating weight of 
about 1,900 mg/ft 2 , determined as described herein- 

[0096] The bolts used In the test are M-8 bolts, which 
more particularly are 1 .4 Inches long by about 5/16 Inch 

« In diameterat the threaded end and have 1-3/16 Inches 
of threading on the shaft that terminates at the bolt head. 
[0097] The resulting coated bolts are then subjected 
to the Society of Automotive Engineers corrosion test 
SAE J2334. The test cycle was a 24-hour test cycle. In 

50 each test cycle there was used a humid stage, a salt 
application stage and a dry stage. The humid stage was 
100% humidity for6 hours at 50°C. The salt application 
stage was for 1 5 minutes at ambient conditions. The dry 
stage was 50% humidity at 60°C for 17 hours and 45 

so minutes. 

[0098] in the test, the bolts coated with the standard 
comparative coating showed first red rust at 56 cycles. 
However, the bolts coated with the invention test com- 
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position passed 89 cycles with no red rust. 
[0099] Costings containing particulate metal alloy are 
disclosed. Hie coatings provide corrosion protection to 
a substrate, such as a metal substrate. The coatings 
contain zinc-metal-containtng alloy In flake form, most e 
particularly an alloy flake of zinc and aluminum. The 
coating can be from compositions that are water-based 
or solvent-based. The compositions for providing the 
coating may also contain a substituent such as a water- 
reducible orgartofunctlonal sDane, or a hexavalent-chro- »o 
mium-providing substance, or a tJtenate polymer, or a 
silica substance constituent The coating may desirably 
be topcoated. 



Claims 

1 . In a coating composition adapted for application to. 
and curing on. a substrate, which composition con- 
tains particulate metal In a liquid medium and pro- 20 
vides corrosion resistance as a cured coating on 
said substrate, the improvement in the particulate 
metal constituency of said composition comprising: 

zinc alloy In flake farm comprising greater than 25 
50 weight percent zinc in said alloy flake and a 
balance of less than 50 weight percent of non- 
zinc alloy metal in said alloy flake. 

2. The coating composition of Claim 1 wherein said 30 
zinc alloy in flake form is zinc alloyed with one or 
more of aluminum, tin. magnesium, nickel, cobalt 
and manganese. 

3. The coating composition of Claim 1 wherein said 35 
zinc Is alloyed with one or more of tin and aluminum, 
with said zinc alloyed with aluminum containing less 
than about 20 weight percent aluminum, while said 
zinc alloyed with tin contains not more than about 

30 weight percent tin. 40 

4. The coating composition of Claim 1 wherein said 
zinc alloy in flake form Is a zinc-aluminum-magne- 
sium alloy flake. 

« 

6. The coating composition of Claim 1 wherein said 
zinc alloy in flake form comprises a paste containing 
less than about 15 weight percent aluminum in said 
alloy flake, on a metals basis, and up to about 10 
weight percent paste liquid, basis weight of said so 
paste. 

6. The coating composition of Claim 5 wherein said 
paste contains from about 85 to about B6 weight 
percent zinc in said alloy and from about 4 to about 
8 weight percent of aluminum In said alloy, both ba- 
sis 100 weight percent of said paste. 



7. The coating composition of Claim 5 wherein said 
paste contains from about 7 to about 1 0 weight per- 
cent of paste liquid and contains from about 4 to 
about 5 weight percent of said aluminum, both basis 
100 weight percent of said paste. 

8. The coating composition of Claim 6 wherein said 
paste is STAPA42nAJ7. 

9. The coating composition of Claim 1 wherein said 
zinc alloy in flake form is an alloy having at least 
about 90 percent of the flake particles with a longest 
dimension of less than about 15 microns and has 
at least about 50 percent of the flake particle with a 
longest dimension of less than about 13 microns, 
and said composition further contains non-alloyed 
particulate metal. 

10. The method of preparing a corrosion-resistant coat- 
ed substrate protected with a corrosion-resistant 
coating, which method comprises: 

(1) applying to said substrate a coating compo- 
sition comprising: 

(A) liquid medium; and 

(B) zinc alloy in flake form comprising 
greater than 50 weight percent zinc In said 
alloy flake and a balance of less than 50 
weight percent of non-zinc alloy metal; and 

(2) curing applied coating composition on said 
substrate. 

1 1. The method of Claim 10 wherein there is applied a 
coating composition comprising a combination of a 
liquid medium plus a zinc alloy in flake form, which 
combination Is a paste containing at least about 70 
weight percent zinc In said alloy flake, on a metals 
basis, and up to about 10 weight percent paste liq- 
uid basis weight of said paste. 

12. A coated substrate protected with a chrome-free, 
corrosion-resistant coating from a composition 
comprising: 

(A) liquid medium; 

(B) zinc alloy In flake form comprising greater 
than 50 weight percent zinc In said alloy flake 
and a balance of less than 50 weight percent of 
non-zinc alloy metal; and 

(C) silane binding agent. 

13. The coated substrate of Claim 12 wherein said liq- 
uid medium Is one or more of water and organic liq- 
uid and said water, when present, is present In an 
amount above about 25 weight percent of said coat- 
ing composition. 
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14. The coated substrate of Claim 12 wherein said zinc 
alloy In flake form Is zinc alloyed with one or more 
of aluminum, magnesium, tin, nickel, cobalt and 
manganese. 

6 

15. The coated substrate of Claim 12 wherein said zinc 
alloy In flake form is a zino-alumlnum-magnesium 
alloy flake. 

16. The coated substrate of Claim 12 wherein said zinc '0 
alloy in flake form is an alloy having at least about 

90 percent of the flake particles with a longest di- 
mension of less than about 15 microns and has at 
least about 50 percent of the flake particle with a 
longest dimension of less than about 13 microns, »s 
and said composition further contains non-alloyed 
particulate metal. 

17. The coating composition of Claim 12 wherein said 
zinc Is alloyed with one or more of tin and aluminum, 20 
with said zinc alloyed with aluminum containing less 
than about 20 weight percent aluminum, while said 
zinc alloyed with tin contains not more than about 

30 weight percent tin. 

25 

18. The coated substrate of Claim 12 wherein said zinc 
alloy in flake form comprises a paste containing less 
than about 1 5 weight percent aluminum in said alloy 
flake, on a metals basis, and up to about 10 weight 
percent paste liquid, basis weight of said paste. 30 

19. The coated substrate of Claim 18 wherein said 
paste contains from about 85 to about 86 weight 
percent zinc in said alloy and from about 4 to about 

8 weight percent of aluminum in said alloy, both ba- 35 
sis 100 weight percent of said paste. 

20. The coated substrate of Claim 18 wherein said 
paste contains from about 7 to about 1 0 weight per- 
cent of paste liquid and contains from about 4 to to 
about 5 weight percent of said aluminum, both basis 
100 weight percent of said pasta. 

21. ThecoatedsubstiateofClaim19whereinsaldzinc- 
alumlnum alloy paste Is STAPA 4ZnAi7. *s 

22. The coated substrate of Claim 12 wherein said si- 
lane binding agent Is a water-reducible, orgeno- 
functional binding agent containing alkoxy groups, 
which sflane binding agent contributes from about so 
3 to about 20 weight percent of said coating com- 
position. 

23. The coated substrate of Claim 12 wherein said coat- 
ing composition has a pH within the range of from 55 
greater than 6 to about 7.5, contains water In an 
amount above about 30 weight percent, and has a 
molar ratio of water to silane alkoxy groups above 



about 4.5:1. 

24. The coated substrate of Claim 12 wherein said coat- 
ing additionally contains one or more of thickener 
and wetting agent, said coating Is topcoated with a 
composition containing silica substance and said 
topcoatlng provides silks substance from one or 
more of colloidal silica, organic silicate and Inorgan- 
ic silicate. 

25. The method of preparing a corrosion-resistant coat- 
ed substrate protected with a chrome-free, corro- 
sion-resistant coating, which method comprises: 

(1) applying to said substrate a coating compo- 
sition comprising: 

(A) liquid medium; 

(B) zinc alloy In flake form comprising 
greater than 50 weight percent zinc In said 
alloy flake and a balance of less than 50 
weight percent of non-zinc alloy metal; and 

(C) silane binding agent; 

with said coating composition being applied in 
an amount sufficient to provide, upon curing, 
above about 500 but not substantially above 
about 9,000 mg/ft 2 of coating on said metal sub- 
strate; and 

(2) heat curing applied coating composition on 
said substrate at a temperature up to about 
700° F for a time of at least about 10 minutes. 

28. The method of Claim 25 wherein said coating com- 
position has a zinc alloy paste comprising at least 
about 70 weight percent zinc in said alloy flake, up 
to about 10 weight percent paste liquid, and a bal- 
ance of additional alloy metals and said composi- 
tion is appEed in an amount sufficient to provide, up- 
on curing, above about 1,500 mg/ft 2 of coating on 
said coated substrate. 

27. The method of Claim 25 wherein said applied coat- 
ing composition Is cured at an elevated temperature 
within the range from about 330°C (626° F) to about 
360°C (680' F). 

28. A coated substrate protected with a corrosion-re- 
sistant coating from a coating composition compris- 
ing: 

(A) liquid medium; 

(B) zinc alloy In flake form comprising greater 
than 50 weight percent zinc In said alloy flake 
and a balance of less than 50 weight percent of 
non-zinc alloy metal; and 

(C) a hexavalent-chromium-providing sub- 
stance. 
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29. The coated substrate of Claim 28 wherein said liq- 
uid medium is one or more of water and organic liq- 
uid. 

30. The coated substrate of Claim 28 wherein said zinc a 
alloy in flake form is zinc alloyed with one or more 

of aluminum, tin, magnesium, nickel, cobalt and 
manganese. 

31. The coated substrate of Claim 28 wherein said alloy io 
flake is a zinc-aluminum-magnesium alloy flake. 

32. The coated substrate of Claim 28 wherein said zinc 
alloy in flake form Is an alloy having at least about 

90 percent of the flake particles with a longest di- »s 
mansion of less than about 15 microns and has at 
least about 50 percent of the flake particle with a 
longest dimension of less than about 13 microns, 
and said composition further contains non-alloyed 
particulate metal. 20 

33. The coating composition of Claim 28 wherein said 
zinc is alloyed with one or more of tin and aluminum, 
with said zinc alloyed with aluminum containing less 
than about 20 weight percent aluminum, while said 25 
zinc alloyed with tin contains not more than about 

30 weight percent tin. 

34. The coated substrate of Claim 28 wherein said zinc 
alloy in flake form comprises a paste containing less 30 
than about 1 5 weight percent aluminum in said alloy 
flake, on a metals basis, and up to about 10 weight 
percent paste liquid, basis weight of said paste. 

35. The coated substrate of Claim 28 wherein said 35 
paste contains from about 85 to about 86 weight 
percent zinc In said alloy and from about 4 to about 

8 weight percent of aluminum In said alloy, both ba- 
sis 100 weight percent of said paste. 

36. The coated substrate of Claim 35 wherein said 
paste contains from about 7 to about 1 0 weight per- 
cent of paste liquid and contains from about 4 to 
about 5 weight percent of said aluminum, both basis 
100 weight percent of said paste. «a 

37. The coated substrate of Claim 35 wherein said zinc- 
aluminum alloy paste Is STAPA 4ZnAI7. 

38. The coated substrate of Claim 28 wherein saw coat- bo 
ing additionally contains one or more of thickener 
and wetting agent, said coating is topcoated with a 
composition containing silica substance, and said 
topcoating provides silica substance from one or 
more of colloidal silica, organic silicate andinorgan- as 
ic silicate 

39. The method of preparing a corrosion-resistant coat- 



ed substrate protected with a chrome-free, corro- 
sion-resistant coating, which method comprises: 

(1) applying a coaling composition comprising 

(A) liquid medium; 

(B) zinc alloy in flake form comprising 
greater than 50 weight percent zinc In said 
alloy flake and a balance of less than 50 
weight percent of non-zinc alloy metal; end 

(C) a hexavalent-chromlum-providing sub- 
stance; 

with said coating composition being applied in 
an amount sufficient to provide, upon curing, 
above about 500 but not substantially above 
about 9,000 mg/ft 2 of coaling on said coated 
substrate; and, 

(2) heat curing applied coating composition on 
said substrate at a temperature up to about 
700-F for a time of at least about 10 minutes. 

40. The method of Claim 39 wherein said coating com- 
position has a zinc alloy paste comprising at least 
about 70 weight percent zinc in said alloy flake, up 
to about 10 weight percent paste liquid, and a bal- 
ance of additional alloy metals and said compost- 
lion is applied in an amount sufficient to provide, up- 
on curing, above about 1.800 mg/ft 2 of coating on 
said coated substrate. 

41 . The method of Claim 39 wherein said applied coat- 
ing composition is cured at an elevated temperature 
within the range from about 330°C (626°F) to about 
360'C (680°F). 

42. A coated substrate protected with a chrome-free, 




(A) zinc alloy in flake form comprising greater 
than 50 weight percent zinc In said alloy flake 
and a balance of less than 50 weight percent of 
non-zinc alloy metal; 

(B) a tltanate polymer; and 

(C) a liquid vehicle comprising organic liquid for 
said titenate polymer. 

43. The coated substrate of Claim 42 wherein said coat- 
ing composition additionally contains manganese 
dioxide, and said manganese dioxide is present in 
an amount equal to about 30 weight percent to 
about 100 weight percent of said zinc alloy in flake 
form. 

44. The coated substrate of Claim 42 wherein said liq- 
uid vehicle is a blend of water with organic liquid. 
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45. The coated substrate of Claim 42 wherein said zinc 
alloy In flake form Is zinc alloyed with one or more 
of aluminum, tin, magnesium, nickel, cobalt and 
manganese. 

e 

46. The coated substrate of Claim 42 wherein said zinc 
alloy In Rake form is a zinc-alumlnum-magnesium 
alloy flake. 

47. The coated substrate of Claim 42 wherein said zinc *o 
alloy in flake form is an alloy having at least about 
80 percent of the flake particles with a longest di- 
mension of less than about 15 microns and has at 
least about 50 percent of the flake particle with a 
longest dimension of less than about 13 microns, *5 
and said composition further contains non-alloyed 
particulate metal. 

48. The coating composition of Claim 42 wherein said 
zinc Is alloyed with one or more of tin and alumlnu m, 20 
with said zinc alloyed with aluminum containing less 
than about 20 weight percent aluminum, while said 
zinc alloyed with tin contains not more than about 
30 weight percent tin. 

49. The coated substrate of Claim 42 wherein said zinc 
alloy In flake form comprises a paste containing less 
than about 1 S weight percent aluminum in said alloy 
flake, on a metals basis, and up to about 10 weight 
percent paste liquid, basis weight of said paste. 

50. The coated substrate of Claim 49 wherein said 
paste contains from about 85 to about 86 weight 
percent zinc in said alloy and from about 4 to about 
8 weight percent of aluminum in said alloy, both ba- 
sis 100 weight percent of said paste. 

51. The coated substrate of Claim 50 wherein said 
paste contains from about 7 to about 1 0 weight per- 
cent of paste liquid and contains from about 4 to 
about 5 weight percent of said aluminum, both basis 
100 weight percent of said paste. 

52. The coated substrate of Claim 50 wherein said zinc- 
aluminum alloy paste Is STAPA 4ZnAI7. 

53. The coated substrate of Claim 42 wherein said ti- 
tanate polymer Is selected from the group consist- 
ing of tetraisobutyl tJtanate. tetra-isopropyl titanate, 
tetra N-butyl titanate and mixtures thereof, and said 
titanate is present In an amount equal to about 9 
weight percent to about 47 weight percent of said 
metal alloy in flake form. 

54. The coated substrate of Claim 42 wherein said coat- 
ing is topcoated. 

65. The method of preparing a corrosion-resistant coat- 



ed substrate protected with a chrome-free, corro- 
sion-resistant coating, which method comprises: 

(1) applying a coating composition comprising: 

(A) zinc alloy In flake form comprising 
greater than 50 weight percent zinc in said 
alloy flake and a balance of less than 50 
weight percent of non-zinc alloy metal; 

(B) a titanate polymer; end 

(C) a liquid vehicle comprising organic liq- 
uid for said titanate polymer; and 

(2) heat curing applied coating composition on 
said substrate at a temperature up to about 
600° F for a time of at least about 10 minutes. 

56. The method of Claim 55 wherein said coaling com- 
position has a zinc alloy paste comprising at least 
about 70 weight percent zinc In said alloy flake, up 
to about 10 weight percent paste liquid, and a bal- 
ance of additional alloy metals and said composi- 
tion is applied in an amount sufftclentto provide, up- 
on curing, above about 1,800 mg/rt 2 of coating on 
said coated substrate. 

57. A coated substrate protected with a corrosion-re- 
sistant coating from a coating composition compris- 
ing: 

30 

(A) liquid medium; 

(B) zinc alloy in flake form comprising greater 
than 50 weight percent zinc in said alloy flake 
end a balance of less than 50 weight percent of 

35 non-zinc aDoy metal ; and 

(C) one or more of a water-soluble and water 
disperslble silica substance. 

58. The coated substrate of Claim 57 wherein said silica 
40 substance Is selected from the group consisting of 

alkali metal silicate, organic silicate ester. coDoidal 
silica sol, organic ammonium slOcate and mixtures 
of the foregoing. 

« 59. The coated substrate of Claim 57 wherein said com- 
position has a water-based liquid medium and ad- 
ditionally contains one or more of a thickening agent 
and metallic oxide pigment 

so 60. The coated substrate of Claim 59 wherein said 
thickening agent is one or more of cellulose ether 
and xanlhan gum and said metallic oxide pigment 
Is one or more of zinc oxide. Iron oxide and titanium 
oxide. 

55 

61. The coated substrate of Claim 57 wherein said zinc 
alloy In flake form is zinc alloyed with one or more 
of aluminum, tin, magnesium, nickel, cobalt and 



17 



EP1 233 043 A2 



34 



manganese. 

62. The coated substrate of Claim 57 wherein said zinc 
alloy in flake form Is a zinc-alumlnum-magnesium 
alloy flake. e 

63. The coated substrate of Claim 57 wherein said zinc 
alloy In flake form Is an alloy having at least about 
90 percent of the flake particles with a longest di- 
mension of less than about 15 microns and has at »o 
least about 50 percent of the flake particle with a 
longest dimension of less than about 13 microns, 
and said composition further contains non-alloyed 
particulate metal. 

ta 

64. The coating composition of Claim 57 wherein said 
zinc Is alloyed with one or more of tin and aluminum, 
with said zinc alloyed with aluminum containing less 
than about 20 weight percent aluminum, while said 
zinc alloyed with tin contains not more than about 20 
30 weight percent tin. 



ter dispersible silica substance; and 

(2) heat curing applied coating composition on 
said substrate at a temperature up to about 
700°F for a time of at least about 10 minutes. 

71 . The method of Claim 70 wherein said coaling com- 
position has a zinc alloy paste comprising at least 
about 70 weight percent zinc in said alloy flake, up 
to about 10 weight percent paste liquid, and a bal- 
ance of additional alloy metals and said composi- 
tion Is applied in an amount sufficient to provide, up- 
on curing, above about 1,800 mgfltz of coating on 
said coated substrate. 



65. The coated substrate of Claim 57 wherein said zinc 
alloy in flake form comprises a paste containing less 
than about 1 5 weight percent aluminum in said alloy 25 
flake, on a metals basis, and up to about 10 weight 
percent paste liquid, basis weight of said paste. 

66. The coated substrate of Claim 65 wherein said 
paste contains from about 85 to about 86 weight *> 
percent zinc in said alloy and from about 4 to about 

8 weight percent of aluminum in said alloy, both ba- 
sis 100 weight percent of said paste. 

67. The coated substrate of Claim 66 wherein said 35 
paste contains from about 7 to about 1 0 weight per- 
cent of paste liquid and contains from about 4 to 
about 5 weight percent of said aluminum, both basis 
100 weight percent of said paste. 

40 

68. The coated substrate of Claim 66 wherein said zinc- 
aluminum aDoy paste Is STAPA 4ZnAI7. 

69. The coated substrate of Claim 65 wherein said coat- 
ing is topcoated. as 

70. The method of preparing a coated substrate pro- 
tected with a corrosion-resistant coating, which 
method comprises: 

50 

(1 ) applying a coating composition comprising: 

(A) liquid medium: 

(B) zinc alloy in flake form comprising 
greater than 50 weight percent zinc In said es 
alloy flake and a balance of less than 50 
weight percent of non-zinc alloy metal; and 

(C) one or more of a water-soluble and wa- 
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